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(54) Aqueous ballpoint pen refill and process for producing the same 



(57) There are provided an aqueous ballpoint pen 
refill (1 ) which can produce tasteful writings or drawings 
with a plurality of colors and which gives an attractive 
impression, since the inks (1a,1b) in the ink reservoir 
constitute an interesting pattern and also a process for 
producing the same. A plurality of aqueous inks (1 a and 
1 b) with different colors are charged into an ink reservoir 
having a point tip (4) at the front end to form a vertical 
or horizontal layered structure or a spiral structure; the 
aqueous inks containing pigments as coloring agents 
respectively and each having a viscosity of 45mPa-S or 
more; the specific gravity difference of the inks being not 
more than 0.05. Injection needles (5A;5B) connected re- 
spectively to front ends of a plurality of ink tanks (6A; 
6B) are inserted to the transparent ink reservoir, and the 
plurality of inks with different colors are injected while 
the injection needles are drawn out of the Ink reservoir. 



Fig.l(C) 



i 



USA 



— I 



-la 
-lb 



t 



3— Io 



Printed by Jouw, 75001 PARIS (FR) 



EP 1 112 863 A1 

Description 

BACKGROUND OF THE INVENTION 

5 [0001] The present invention relates to an aqueous ballpoint pen refill having an aqueous ink charged directly in an 
ink reservoir and also to a process for producing the same. 

DESCRIPTION OF THE RELATED ART 

10 [0002] Many of conventional aqueous ballpoint pens containing refills in the barrel are of the absorbent type, In which 
an absorbent formed by bundling extra fine fibers into the form of strand is housed in a refill tube and is impregnated 
with an aqueous ink to feed the ink contained in the absorbent to a ball of a point tip connected to the tip of the tube. 
However, the absorbent type aqueous ballpoint pen involves a problem in that the amount of ink absorbed by the 
absorbent is small to have a limited distance of writing. Further, the Ink absorbed by the absorbent cannot be fed 

is completely to the ball of the point tip but remains some in the absorbent, so that it is difficult to know the endpoint where 
the ink is used up to make writing impossible. 

[0003] For such reasons, the absorbent type aqueous ballpoint pens are now being replaced mainly by direct ink 
type aqueous ballpoint pens. The direct ink type aqueous ballpoint pen is loaded in its transparent barrel with a refill 
prepared by filling a transparent ink reservoir directly with an aqueous ink and sealing the tail end of the aqueous ink 

20 with a grease-like counterf low preventing material. The direct ink type aqueous ballpoint pen enjoys merits in that it 
provides a longer writing distance, since the former can contain a large amount of ink compared with the absorbent 
type and that it is easy to know the end point since the ink is visible directly through the barrel. 
[0004] Since writing instruments are very popular goods utilized by anybody in the daily life, they are sometimes 
expected much to have attractive appearance and to be full of charm. However, the conventional aqueous ballpoint 

25 pens use.mono color inks such as of black, blue, red and the like respectively, and matters written with them show 
monotonous appearance. Although the ink is visible directly through transparent barrel and the transparent ink reservoir, 
this is to confirm the residual amount of the ink and not to show a pattern formed by colors of inks, giving no attractive 
impression. 

30 SUMMARY OF THE INVENTION 

[0005] Therefore, it is an objective of the present invention to provide an aqueous ballpoint pen which produces 
writings or drawings with a plurality of colors or writings or drawings whose ink color changes during writing or drawing 
and which gives an attractive impression, since the inks in the ink reservoir constitute an interesting pattern, as well 

35 as, to provide a process for producing the same. 

[0006] In order to attain the above objective, the aqueous ballpoint pen refill according to the present invention 
comprises a transparent ink reservoir having a point tip at the front end; and a plurality of aqueous inks with different 
colors charged in the ink reservoir to form a vertical or horizontal layered structure or a spiral structure; the aqueous 
inks containing pigments as coloring agents respectively and each having a viscosity of 45 mPa-S or more; the specific 

40 gravity difference of the Inks being not more than 0.05. 

[0007] The process for producing an aqueous ballpoint pen refill comprises inserting injection needles connected 
respectively to front ends of a plurality of ink tanks of an ink Injector to a transparent ink reservoir having a point tip at 
the front end; and injecting a plurality of inks with different colors while the injection needles are drawn out of the ink 
reservoir to form a vertical or horizontal layered structure or a spiral structure; the aqueous inks containing pigments 

45 as coloring agents respectively and each having a viscosity of 45 mPa-S or more; the specific gravity difference of the 
inks being not more than 0.05. 

[0008] Further, in this process, if a plurality of aqueous inks of different colors are injected into the ink reservoir with 
the ink reservoir or the injection needles being rotated, the inks can easily be injected spirally. 
[0009] Other aspects and advantages of the invention will become apparent from the following description, taken in 
50 conjunction with the accompanying drawings illustrated by way of examples the principles of the Invention. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[001 0] The invention together with the objects and advantages thereof , may best be understood by reference to the 
55 following description of the presently preferred embodiments together with the accompanying drawings in which: 

Fig. 1 A is an explanatory drawing showing an aqueous ballpoint pen refill according to one embodiment of the 
present invention; 
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Fig. 1 B is an explanatory drawing showing an aqueous ballpoint pen refill according to another embodiment of the 
present invention; 

Fig. 1 C is an explanatory drawing showing an aqueous ballpoint pen refill according to another embodiment of the 
5 present invention; 

Figs. 2A and 2B are explanatory drawings showing a process for producing the aqueous ballpoint pen refill ac- 
cording to one embodiment of the present invention. 

10 DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[001 1 ] When a plurality of aqueous inks with different colors are charged into an ink reservoir, the inks usually diffuse 
to be mixed with each other. However, the present inventors found that such diffusion and mixing of inks do not occur 
even if a plurality of inks with different colors are charged laminally or spirally into an ink reservoir, provided that pigments 

is are used as coloring agents of the aqueous inks, that the aqueous inks have viscosity values of 45 mPa-S or more 
and that the specific gravity difference of the inks is within 0.05. They also found that the inks in the ink reservoir are 
maintained in the layered or spiral state to present an interesting pattern and give attractive impression and produce 
writings or drawings with a plurality of colors or writings or drawings whose ink colors change during writing or drawing, 
and they accomplished the present invention. 

20 [001 2] Titanium oxide and aluminum powders and peariescence pigments are ink components having great specific 
gravity values. While aqueous inks having viscosity values of 45 mPa-S or more can be obtained by adding these 
pigments together with a thickening agent, beautiful inks, i.e., a pastel-like ink, a metallic ink and a nacreous ink can 
be obtained by adding a titanium oxide powder, an aluminum powder and a peariescence pigment, respectively. Mean- 
while, titanium oxide, aluminum powders and peariescence pigments are pigments having high hiding powers, the 

25 boundaries between the inks with different colors charged in the ink reservoir are clarified neatly, and also boundaries 
between the ink colors in the writing or drawing are clarified to enable writing and drawing of letters and pictures 
tastefully. 

[0013] Fig. 1 A shows the embodiment of the invention set forth in Claim 1 . In Fig. 1 A, an ink reservoir 1 is prepared 
by cutting a 4mm-diameter transparent synthetic resin pipe to a length of about 100 mm, and a bullet-like point tip 3 

30 rotatably holding a ball is connected to the tip opening of the ink reservoir 1 via a joint 2. Two kinds of aqueous inks la 
and lb with different colors are charged into the ink reservoir 1 . A grease-like counterflow preventing material 4 is filled 
in the ink reservoir 1 on the tail end side of the aqueous inks la and lb to prevent counterflow of the aqueous inks la 
and lb from the ink reservoir 1 . The grease-like counterflow preventing material 4 advances with consumption of the 
aqueous inks la and lb. An aqueous ballpoint pen refill having the constitution as described above is loaded in a 

35 transparent barrel, and the aqueous inks la and lb are fed to the ball of the point tip 3 to enable writing. 
[0014] The refill may not be loaded in the barrel but may be used as such as an aqueous ballpoint pen. 
[0015] It should be noted here that the coloring agents for the aqueous inks la and lb are not dyes but pigments, 
and the aqueous inks la and lb are incorporated with titanium oxide or aluminum powder or a peariescence pigment 
respectively and has viscosity values of 45 mPa-S or more. The gravity difference between the aqueous ink la and the 

40 aqueous ink lb is not greater than 0.05. 

[0016] Fig. 1 A shows an example where two kinds of aqueous inks la and lb are charged into the ink reservoir 1 to 
form a vertical layer structure. Fig. 1B shows an example where aqueous Inks la and lb are charged spirally as a 
variation of the example where the inks la and lb are charged to form a vertical layer structure. Accordingly, in the 
examples shown in Figs. 1 A and 1B, while matters are written or drawn with these two inks la and lb with different 

45 colors simultaneously, tasteful letters or drawing can be obtained with no mixing of these two inks but with clear bound- 
aries. Meanwhile, Fig. 1C shows an example where aqueous inks la and lb are charged to form a horizontal layer 
structure or are layered alternately. Thus, the ink color changes from that of the aqueous ink la to that of the aqueous 
ink lb during writing or drawing to present a writing or drawing with tasteful appearance. 

[0017] In any of the aqueous ballpoint pen refills shown in Figs. 1 A, 1 B and 1C, diffusion and mixing of the aqueous 
50 ink la and the aqueous Ink lb do not occur. The boundary between the aqueous ink la and the aqueous ink lb Is clear, 
and the colors of the inks and the boundary of the inks present an interesting pattern to give an attractive impression. 
[001 8] It should be noted that the aqueous inks to be charged are not to be limited to two, but three or more kinds 
of aqueous inks with different colors may be charged. 

[0019] Figs. 2A and 2B show a process for producing the refill as shown in Fig. 1 A. An ink injector has a pair of ink 
55 tanks 6A and 6B containing the aqueous inks la and lb, and injection needles 5A and 5B attached to the tanks 6A and 
6B, respectively. First, the injection needles 5A and 5B are inserted to the ink reservoir 1 to locate tip openings 51 of 
the injection needles 5A and 5B at the deep bottom of the ink reservoir 1 . The aqueous inks la and lb are then injected 
simultaneously through the injection needles 5A and 5B while they are drawn out of the ink reservoir 1 , as shown in 
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Fig. 2A. Thus, two kinds of aqueous inks la and lb are charged into the ink reservoir 1 to form a vertical layer structure, 
as shown in Fig. 2B. That is, a refill as shown in Fig. 1 A can be obtained. 

[0020] Next, if the ink reservoir 1 or the injection needles 5A and 5B are rotated when the aqueous inks la and lb 
are injected simultaneously through the injection needles 5A and 5B while they are drawn out of the ink reservoir 1 , a 
refill charged with the aqueous inks la and lb spirally as shown in Fig. 1 B can be obtained. Further, if the aqueous inks 
la and lb are injected alternately into the ink reservoir 1 through the injection needles 5A and 5B while they are drawn 
up, a refill charged with the aqueous inks la and lb layered horizontally as shown in Fig. 1C can be obtained. 
[0021] In the examples shown above, two kinds of aqueous inks la and lb are injected into the ink reservoir 1 . How- 
ever, when three or more kinds of aqueous inks with different colors are to be injected into the ink reservoir 1 , an ink 
injector having the same number of ink tanks and the same number of injection needles as that of the aqueous inks 
may be used. 

[0022] Seven kinds of inks A1 to A7 as titanium oxide-containingpastel-like inks A; six kinds of inks B1 to B6 as 
aluminum powder-containing metallic inks B; and six kinds of inks C1 to C6 as pearlescence pigment-containing na- 
creous inks C were prepared according to the formulations shown in Tables 1 , 2 and 3, respectively. 
[0023] The components added are indicated in terms of part by weight to make up 100 parts by weight in total by 
adding water. Meanwhile, viscosity was measured using an E-type viscometer and shown in terms of mPa-S unit. 
Specific gravity was measured using a standard gravimeter. 
[0024] In Tables 1 , 2 and 3, the components are as shown below: 
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Component 11 : SR-1 , (titanium oxide, Sakai Kogyo Chemical) 

Component 12: LUMINOL NKW (fluorescent pink aqueous pigment, Nippon Keiko Kagaku) 

Component 13: LUMINOL NKW (fluorescent blue aqueous pigment, Nippon Keiko Kagaku) 

Component 14: PRIMAL MV (acrylic emulsion resin; Rohm and Haas) 

Component 15: KERZAN (thickening agent, Sansho K.K.) 

Component 16: POIS 840S (dispersant; Kao Corporation) 

Component 17: Polyethylene glycol No. 600 (lubricant; Toho Kagaku Kogyo) 

Component 18: Glycerol 

Component 19: Propylene glycol 

Component 21 : ALPASTE WXM (55 % aluminum powder; Toyo Aluminum) 

Component 22: EMACOL NS (yellow aqueous pigment, Sanyo Shikiso) 

Component 23: EMACOL NS (blue aqueous pigment, Sanyo Shikiso) 

Component 24: JONCRYL 1535 (acrylic emulsion resin; Johnson Polymer) 

Component 25: KOHJIN R (thickening agent; Kohjin) 

Component 31 : IRIODIN 111 (pearlescence pigment, Merck Japan) 

Component 32: POIS 530 (dispersant; Kao Corporation) 

Component 33: SF5017 (fluorescent yellow aqueous pigment; Sinloihi) 

Component 34: SF5014 (fluorescent orange aqueous pigment; Sinloihi) 



40 



[0025] Formulations, viscosity and specific gravity values of the seven kinds of inks A1 to A7 as the titanium oxide- 
containing pastel-like inks A are shown in Table 1 . 



Table 1 
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50 
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Component 


Ink A 


A1 


A2 


A3 


A4 


A5 


A6 


A7 


11 


25 


25 


25 


25 


25 


29 


35 


12 


10 




10 


10 


10 






13 




10 








10 


10 


14 


25 


25 


5 


10 


15 


20 


5 


15 


0.3 


0.3 


0.7 


0.3 


0.3 


0.3 


0.3 


16 


2 


2 


2 


2 


2 


2 


2 


17 


5 


5 




3 


3 


5 


3 


18 


7 


7 


5 


5 


5 


7 


5 


19 


9 


9 


5 


5 


5 


9 


7 
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Table 1 (continued) 
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Component 


Ink A 


A1 


A2 


A3 


A4 


A5 


A6 


A7 


Viscosity 


81 


75 


35 


41 


50 


88 


95 


Specific gravity 


1.28 


1.27 


1.25 


1.26 


1.27 


1.33 


1.36 



[0026] Formulations, viscosity and specific gravity of the six kinds of inks B1 to B6 as the aluminum powder-containing 
metallic inks B are shown in Table 2. 



Table 2 
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30 



Component 


InkB 


B1 


B2 


B3 


B4 


B5 


B6 


21 


5 


5 


4 


5 


15 


20 


22 


30 


20 


20 








23 








30 


20 


15 


24 


10 


6 


3 


10 


5 


3 


25 


0.4 


0.2 


0.1 


0.4 


0.3 


0.25 


17 


5 






5 






18 


5 


5 


5 


5 


5 


3 


19 


5 


5 




5 


5 


3 


Viscosity 


80 


38 


30 


76 


96 


110 


Specific gravity 


1.26 


1.24 


1.23 


1.25 


1.32 


1.36 



[0027] Formulations, viscosity and specific gravity of the six kinds of inks C1 to C6 constituting the peariescence ink 
C incorporated with an peariescence pigment are shown in Table 3. 

Table 3 
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50 



Component 


InkC 


C1 


C2 


C3 


C4 


C5 


C6 


31 


15 


15 


15 


15 


5 


25 


32 


1 


1 


1 


1 


1 


1 


33 








20 


20 


20 


34 


20 


15 


10 








25 


0.4 


0.3 


0.1 


0.4 


0.5 


0.3 


17 


5 






5 


5 


5 


18 


10 


5 


5 


10 


10 


10 


19 


5 






5 


5 


5 


Viscosity 


55 


40 


35 


60 


71 


95 


Specific gravity 


1.16 


1.15 


1.14 


1.17 


1.09 


1.25 



[0028] In Table 1 , the inks A1 , A3, A4 and A5 are pink inks, and the inks A2, A6 and A7 are blue inks. Combinations 
55 of the pink inks and the blue inks as shown in Table 4 were charged into ink reservoirs respectively to observe appear- 
ance of each refill after leaving to stand at ambient temperature for 24 hours. 

[0029] In Table 2, the inks B1 , B2 and B3 shown are yellow inks, and the inks B4, B5 and B6 are blue inks. Combi- 
nations of the yellow inks and the blue inks as shown in Table 4 were charged into ink reservoirs respectively to observe 
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appearance of each refill after leaving to stand at ambient temperature for 24 hours. 

[0030] In Table 3, the Inks C1 , C2 and C3 shown are orange Inks and the inks C4, C5 and C6 are yellow inks. 
Combinations of the orange inks and the yellow inks as shown in Table 4 were charged into ink reservoirs respectively 
to observe appearance of each refill after leaving to stand at ambient temperature for 24 hours. 
5 [0031] Results of observation of refill appearance are shown inTable 4. 



Table 4 



10 



20 



25 



Ink combination 


Specific gravity difference 


Appearance 


A1 


A2 


0.01 


O 


A2 


A3 


0.02 


X 


A2 


A4 


0.01 


X 


A2 


A5 


0.00 


O 


A1 


A6 


0.05 


O 


A1 


A7 


0.08 


X 


B1 


B4 


0.01 


O 


B2 


B4 


0.01 


X 


B3 


B4 


0.02 


X 


B1 


B5 


0.06 


X 


B1 


B6 


0.10 


X 


C1 


C4 


0.01 


O 


C2 


C4 


0.02 


X 


C3 


C4 


0.03 


X 


C1 


C5 


0.07 


X 


C1 


C6 


0.09 


X 



Q The Ink boundary b clear, 
x: The Ink boundary b blurred. 



[0032] As can be understood from Table 4, in the combinations of inks containing inks having viscosity values of less 
than 45 mPa-S (inks A3, A4, B2, B3, C2 and C3) respectively, and even in the combinations of inks having viscosity 
values of 45 mPa-S or more but having ink specific gravity differences of 0.06 or more, the boundary between the inks 
in each combination was blurred not to give attractive impression. 

[0033] On the other hand, in any combination of the inks having viscosity values of 45 mPa-S or more and having 
ink specific gravity differences of not more than 0.05, the boundary between the inks was clear, and the difference in 
the color of the inks and the boundary constituted a beautiful pattern to provide an aqueous ballpoint pen having a 
beautiful appearance and full of charm. When matters are written or drawn using such aqueous ballpoint pens, two 
kinds of inks with different colors are delivered simultaneously, and thus tasteful letters and drawings can be written 
or drawn with clear boundaries between the inks using the aqueous ballpoint pens of the present invention. 
[0034] While combinations of two kinds of inks have been described above, the same results can be obtained using 
a combination of three or more kinds of inks. 

[0035] As described above, in the aqueous ballpoint pen refill according to the present invention, a plurality of aque- 
ous inks with different colors are charged into a transparent ink reservoir having at the front end a point tip to form a 
vertical or horizontal layered structure or a spiral structure; the aqueous inks containing pigments as coloring agents 
respectively and each having a viscosity of 45 mPa-S or more; the specific gravity difference of the inks being not more 
than 0.05. Accordingly, there are provided aqueous ballpoint pen refills, which produce tasteful writings or drawings 
with a plurality of colors or writings or drawings whose ink colors change during writing or drawing and which give 
attractive impression, since the inks in the ink reservoir constitute an interesting pattern. 

[0036] Meanwhile, the above aqueous ballpoint pen refill can be produced easily by Inserting injection needles con- 
nected respectively to front ends of a plurality of ink tanks of an ink injector to a transparent ink reservoir having a point 
tip at the front end; and injecting a plurality of inks with different colors white the injection needles are drawn out of the 
ink reservoir to form a vertical or horizontal layered structure or a spiral structure; the aqueous inks containing pigments 
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as coloring agents respectively and each having a viscosity of 45 mPa-S or more; the specific gravity difference of the 
inks being not more than 0.05. 

[0037] Although only a few embodiments of the present invention have been described herein, it should be apparent 
to those skilled in the art that the present invention may be embodied in many other specific forms without departing 
from the spirit or scope of the invention. Therefore, the present examples and embodiments are to be considered as 
illustrative and not restrictive, and the invention is not to be limited to the details given herein, but may be modified 
within the scope of the appended claims. 



Claims 

1 . An aqueous ballpoint pen refill comprising: 

a transparent Ink reservoir having a point tip at the front end; and 

a plurality of aqueous inks with different colors charged in the ink reservoir to form a vertical or horizontal 
layered structure or a spiral structure; the aqueous inks containing pigments as coloring agents respectively 
and each having a viscosity of 45 mPa-S or more; the specific gravity difference of the inks being not more 
than 0.05. 

2. A process for producing an aqueous ballpoint pen refill, which comprises: 

inserting injection needles connected respectively to front ends of a plurality of ink tanks of an ink injector to 
a transparent ink reservoir having a point tip at the front end; and 

injecting a plurality of inks with different colors while the injection needles are drawn out of the ink reservoir 
to form a vertical or horizontal layered structure or a spiral structure; the aqueous inks containing pigments 
as coloring agents respectively and each having a viscosity of 45 m Pa-S or more; the specific gravity difference 
of the inks being not more than 0.05. 

3. The process for producing an aqueous ballpoint pen refill according to Claim 2, wherein the ink reservoir or the 
injection needles are rotated when the plurality of aqueous inks with different colors are injected into the ink res- 
ervoir. 
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Fig.KA) Fig.l(B) Fig.KC) 
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